(19) 



3 



Europaisches Patentamt 
European Patent Office 
Office europeen des brevets 



Hi 



(12) 



(H) EP 0 905 834 A2 

EUROPEAN PATENT APPLICATION 



(43) Date of publication: 

31.03.1999 Bulletin 1999/13 

(21) Application number: 98307020.2 

(22) Oateof filing. 01.09.1998 



(51) intci.e: H01S 3/06, G02B 6/22 



(84) Designated Contracting States: 


(72) Inventors: 


AT BE CH CY DE DK ES Fl FR GB GR IE IT LI LU 


• DIGiovanni, David John 


MC NL PT SE 


Monte lair, New Jersey 07042 (US) 


Designated Extension States: 


• Windeler, Robert Scott 


AL LT LV MK RO SI 


Chatham, New Jersey 07928 (US) 


(30) Priority: 11.09.1997 US 58492 P 


(74) Representative: Johnston, Kenneth Graham et al 


13.03.1998 US 42240 


Lucent Technologies (UK) Ltd, 




5 Mornington Road 


(71) Applicant: LUCENT TECHNOLOGIES INC. 


Woodford Green Essex, IG8 OTU (GB) 


Murray Hill, New Jersey 07974-0636 (US) 



(54) Silica-based optical fiber comprising low refractive index intermediate cladding 



(57) Optical fiber (10) according to the invention 
comprises a core (11), with an inner cladding (12) sur- 
rounding the core, and an outer cladding surrounding 
the inner one. The fiber comprises p reform-derived 
glass. The outer cladding comprises a first outer clad- 
ding region (13) between the inner cladding region and 
a second outer cladding region (14). The first outer clad- 
ding region is selected to have an effective refractive 
index less than 1.35, and such that the optical charac- 



teristics of the optical fiber are essentially independent 
of the second outer cladding, and/or such that the fiber 
is re-coat insensitive. The first outer claddjng typically 
comprises elongate features extending in the fiber axial 
direction, with a web material joining the inner cladding 
to the second outer cladding. The elongate features are 
filled with a low-index material, exemplarily air, but could 
of course be evacuated. Fibers according to the inven- 
tion have many uses, e.g., cladding-pumped optical fib- 
er or fiber with a long period grating. 
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Description 

Cross Reference to Related Application 

[0001 ] This application claims the priority of provision- 
al application No. 06/058,492, filed September 11,1 997. 

Field of the Invention 

[0002] This invention pertains to optical fibers. 
Background 

[0003] Conventional optical fibers comprise a region 
of relatively high refractive index, the core, surrounded 
by a region of relatively low refractive index, the clad- 
ding. The cladding is typically surrounded by a polymer 
coating that generally plays no role in light guiding in 
transmission fibers. 

[0004] There are also known 'double clad" optical fib- 
ers that have a high -index core, surrounded by a region 
of intermediate refractive index, which in turn is sur- 
rounded by a region (typically polymer) of low refractive 
index that does play a role in light guiding. 
[0005] Double clad fibers for instance find use in clad- 
ding pumped lasers. Such fibers typically have a silica- 
based single mode core doped with rare earth (e.g., Er 
and Yb). The region of intermediate refractive index typ- 
ically is silica, possibly doped, of radius selected to 
make the structure a muftimode waveguide at the pump 
wavelength. The low refractive index region could be air, 
but for practical reasons (e.g., fiber strength) generally 
is low refractive index polymer. 

[0006] Pump light from low brightness sources, such 
as diode arrays, is easily coupled into the inner cladding 
of double clad fiber due to the inner cladding's large 
cross-sectional area and high numerical aperture (NA). 
As the multimode pump light crosses the core, it is ab- 
sorbed by the rare-earth dopant. To increase the overlap 
of the pump light with the core, the inner cladding typi- 
cally is made non-circular. The cladding pumped fiber 
can be made into a high-power, single-mode fiber laser 
by providing optical feedback at the appropriate wave- 
length in the core, typically by fiber Bragg gratings. Al- 
ternately, the fiber can be used as an amplifier by pass- 
ing a signal through the single-mode core. 
[0007] Cladding pumped lasers are used in the field 
of telecommunications to pump Raman lasers, Raman 
amplifiers, remotely located erbium amplifiers in repeat- 
erless communication systems and high power Er/Yb 
amplifiers. In addition, these compact, solid-state, high- 
power, high-brightness lasers will undoubtedly find ap- 
plications in many non-telecommunication fields such 
as material processing, printing and medical optics. One 
major advantage of cladding pumped fibers is their abil- 
ity to convert low-brightness light from sources such as 
broad-stripe diode lasers into high-brightness light in a 
single-mode fiber. 



[0008] Although cladding pumped fiber lasers and 
other devices that us-? dual clad optical fiber have ad- 
vantageous properties, it would generally be desirable 
to be able to increase the amount of pump light that can 
5 be coupled into the fiber. This application discloses clad- 
ding pumped optical fiber having a structure that facili- 
tates improved coupling of pump radiation into the fiber. 
A fiber of similar structure can provide long period grat- 
ings that have reduced temperature dependence. 
io [0009] Formation of long period gratings in optical fib- 
ers is a demanding process that typically comprises re- 
moval of the polymer coating from a length of optical 
fiber, "writing" of the grating into the fiber core while 
monitoring the grating properties, and re-coating the fib- 
is er. In this process it is frequently observed that re-coat- 
ing of the fiber causes a change in the optical properties 
of the long period grating, due to the replacement of air 
(refractive index 1) with polymer (refractive index > 1) 
as the medium that surrounds the fiber cladding. Thus, 
20 jt would be desirable to have available optical fiber that 
is re-coat insensitive, i.e., a fiber whose optical proper- 
ties do not depend on the refractive index of the region 
immediately surrounding the outermost (preform-de- 
rived) glass cladding layer. This application alsodisclos- 
2B es optical fiber that is essentially re-coat insensitive. 
[0010] US patent No. 3,902,879 discloses a fiber with 
improved core-cladding interface, having elongate open 
channels extending longitudinally in the cladding. 
[0011] US patent No. Re 28,664 discloses a fiber hav- 
30 ing a transparent central portion attached by means of 
transparent thin film portions to the inside of a peripheral 
hollow cylindrical portion. 

[0012] US patent No. 3,71 2,705 discloses an air clad 
optical fiber comprising a dielectric core of polygonal 

35 cross section disposed within a circular dielectric jacket. 
[0013] US patent No. 4,046,537 discloses a fiber hav- 
ing a light conducting core supported within a protective 
sleeve by one or more thin support component. 
[0014] US patent No. 3,950,073 discloses an optical 

*o fiber comprising a glass core loosely disposed in an out- 
er cylindrical glass jacket. 

Glossary and Definitions 
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[0015] The "numerical aperture" (NA) for the multi- 
mode pump wa vf^Hin> a ccording to the invention of an 
optical fiber is Jn. - n Q , where n,. is the refractive index 
of the inner cladding and n 01 is the effective refractive 
index of the first outer cladding region. 
[0016] The "effective refractive index" of an inhomo- 
geneous fiber region (e.g., the first outer cladding re- 
gion) is a weighted average of the refractive indices of 
the constituents of the region. It is known that the effec- 
tive refractive index N of a 2-component region meets 
the following condition: 
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where and n 2 are the refractive indices of the two 
components, and f 1 and f 2 are the respective volume 
fractions. 

- [001 7] "Down-doped" silica herein is silica comprising 

a refractive index-lowering dopant, e.g., fluorine. 5 
[0018] A "long-period" fiber grating is a refractive in- 

- dex Bragg grating of repeat distance A selected such 
that forward-propagating fundamental mode light is cou- 
pled into forward-propagating higher order modes. 
Since these modes typically have significant energy at 10 
large radius they are sensitive to the cladding refractive 
index, which is relatively temperature dependent, due 

to the typically large (e.g., 20 times that of silica) tem- 
perature dependence of typical polymer coatings. 

15 

Summary of the Invention 

[0019] The invention is defined by the claims. The in- 
vention is embodied in an article (e.g., a cladding 
pumped laser or amplifier, a fiber with a long period gral- 20 
ing, or a communication system that comprises a clad- 
ding pumped laser or amplifier and/or a fiber with a long 
period grating) that comprises a fiber of novel structure, 
selected inter alia to yield fiber of increased NA for the 
multimode pump waveguide, as compared to conven- 25 
tional dual clad fiber, and/or to be essentially re-coat in- 
sensitive. The increased NA translates into increased 
pump light coupled into the fiber. The increased NA 
(and/or re-coat insensitivity) results from provision of a 
cladding region (the first outer cladding region) having 30 
substantially tower effective refractive index than is 
found in the prior art. This can be achieved by making 
the first outer cladding region substantially an air clad 
region. 

[0020] For a given cladding diameter, pump light from 35 
a larger number of sources can be coupled into a fiber 
as the NA is increased. Or, for a given amount of pump 
power, a fiber with a higher NA can have a smaller inner 
cladding cross-sectional area. This results in a higher 
pump light intensity, higher rare-earth ion inversion and 40 
better performance of the cladding pumped fiber laser 
or amplifier. Furthermore, use of fiber according to the 
invention in a cladding pumped laser results in a laser 
with improved misalignment tolerance for pump light, 
and allows use of standard polymer coating. 45 
[0021] More specifically, the invention is embodied in 
an article that comprises a length of silica-based (i.e., 
more than 50% or 80% silica) optical fiber that compris- 
es a core of effective refractive index n c , the core being 
contactingly surrounded by an inner cladding of refrac- so 
tive index nj < n c , and the inner cladding being surround- 
ed by an outer cladding. 

[0022] Significantly, the outer cladding comprises a 
first outer cladding region between the inner cladding 
and a second outer cladding region, with the first outer 55 
cladding region selected to have an effective refractive 
index n 01 < n v The first outer cladding region is selected 
such that substantially no pump light can extend into the 



second outer cladding region, such that the optical char- 
acteristics of the optical fiber are essentially independ- 
ent of the second outer cladding region, and any regions 
beyond the second outer cladding region. By "substan- 
tially" no pump light can extend into the outer cladding 
region", we mean that less than 1 0" 3 of the relevant pow- 
er (e.g., pump power or signal power, as the case may 
be) in the fiber is in the fiber region that surrounds the 
first outer cladding region. If this condition is met, then 
the optical characteristics of the optical fiber are essen- 
tially independent of the second outer cladding region 
(and an optional polymer coating thereon), 
[0023] The first outer cladding region typically has an 
effective refractive index n^ substantially less than 
the refractive index of pure vitreous silica. Typically n ol 
is less than 1.35, preferably less than 1.25. 
[0024] In a currently preferred embodiment this is ac- 
complished by providing a first outer cladding region that 
is to a large extent empty space, with a relatively small 
portion (typically < 50%, preferably <25%) of the first 
outer cladding region being a support structure (the 
"web") that fixes the second outer cladding region rela- 
tive to the inner cladding region. The web material can, 
but need not, have a refractive index lower than n 0 . 
[0025] The second outer cladding region being es- 
sentially optically inactive: it is typically selected to pro- 
vide mechanical strength and protection to the fiber, as 
well as to hold in place the elements of the preform be- 
fore fiber drawing. Exemplarily the second outer clad- 
ding region is a silica region. The core, inner cladding, 
first outer cladding and second outer cladding region 
typically comprise p reform-derived glass, and the pre- 
form-derived glass body of the fiber optionally is sur- 
rounded by a protective polymer coating. 

Brief Description of the Drawings 

[0026] 

FIG. 1 schematically depicts a fiber according to the 
invention in cross section; 

FIG. 2 schematically shows an exemplary fiber ac- 
cording to the invention in cross section in an riter- 
mediate stage of manufacture; 
FIGs. 3, 4 and 5 schematically show exemplary fib- 
ers according to the invention in cross section; 
FIG. 6 is a representation of a scanning electron mi- 
crograph of an exemplary air clad optical fiber in 
cross section; 

FIGs. 7 and 8 schematically show the effective re- 
fractive index profile of a conventional (prior art) du- 
al clad fiber and of a fiber according to the invention; 
and 

FIG. 9 schematically depicts an exemplary article 
according to the invention, namely, a cladding 
pumped laser with air clad optical fiber. 

[0027] Analogous features in different figures are des- 
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ignated by the same numeral The drawings (except 
FIG. 6) are not intended to be to scale. 

• Detailed Description 

[0028] FIG. 1 schematically depicts an exemplary fib- 
~ er 10 according to the invention, wherein numerals 
11-15 refer to, respectively, the single mode core, mul- 
timode (at a pump wavelength) inner cladding, first outer 
cladding, second outer cladding, and polymer coating. 
Significantly, the first outer cladding 1 3 has an effective 
refractive index (at the relevant wavelength) that is sub- 
stantially less than n 0 , (e.g., 2 1.35, even £ 1.25) the 
refractive index of pure silica. This is achieved by pro- 
viding a first outer cladding region that is largely empty 
space ("air") with a relatively small part (e.g., <25%) of 
the volume of the first outer cladding region being taken 
up by a support structure that maintains the second out- 
er cladding region fixed with respect to the inner clad- 
ding region. For the sake of clarity the support structure 
is not shown in FIG. 1. A first outer cladding region of 
the type described above will be referred to as an "air- 
clad" region. 

[0029] FIG. 7 schematically depicts the effective re- 
fractive index profile of a conventional dual clad fiber. 
Numerals 71-73 refer, respectively, to the core, inner 
cladding and outer cladding. The core typically is up- 
doped silica, the inner cladding typically is silica, and 
the outer cladding typically is low refractive index poly- 
mer of refractive index np, much greater than the refrac- 
tive index of air, which is essentially equal to 1 . 
[0030] FIG. 8 schematically shows the effective re- 
fractive index profile of fiber according to the invention, 
wherein numerals 83-85 refer, respectively, to the first 
outer cladding region, second outer cladding region, 
and polymer coating. Core 71 and inner cladding 72 are 
essentially as in FIG. 7. The effective refractive index of 
the first outer cladding region 83 is much less than the 
refractive index of silica (1 .45), and can actually be close 
to 1 . The second outer cladding layer 84 typically is sil- 
ica. It does essentially not have any effect on the optical 
properties of the fiber but is generally provided to 
strengthen the fiber. The polymer coating 85 also does 
not have any effect on the optical properties of the fiber 
but is typically provided for protection. Coating 85 can 
have a refractive index n p that is greater than n G (even 
greater than n c ). This is to be compared with the prior 
art fiber of FIG. 7, which has to have n p < nj <n c . 
[0031] An air-clad fiber not only can be advanta- 
geously used in a cladding-pumped fiber laser but can 
also be used advantageously for long-period gratings. 
In the former application the core will generally contain, 
in addition to conventional dopants such as Ge and/or 
Al, a rare earth dopant, e.g., one or more of Er, Yb, Nd t 
Ho, Dy andTm. In the latter application the core will con- 
tain one or more of Ge, P, Sn and B to facilitate "writing" 
of the grating in conventional manner. In the latter ap- 
plication core and inner cladding are furthermore select- 



ed such that only a single mode of signal radiation (e. 
g.. 1.55 urn wavelength) is guided. 
[0032] The utility of air-clad fiber according to the in- 
vention for cladding pumped lasers lies in the signifl- 

5 cantly larger NA attainable with the air-clad fiber, as 
compared to conventional cladding pumped fiber. On 
the other hand, the utility of the fiber according to the 
invention for long-period gratings lies in the possibility 
of making substantially temperature-insensitive long pe- 

io riod gratings, and of facilitating production of the grat- 
ings by avoidance of the changes in grating properties 
that are generally experienced upon re-coating of prior 
art fibers. 

[0033] Long-period gratings typically are subject to 
is variation of their spectral behavior with changing tem- 
perature, as well as with recoating. It has been deter- 
mined that a significant cause of these changes are the 
changing properties (e.g., refractive index) of the poly- 
mer coating of conventional fibers with long-period grat- 
20 ings. The air-gap of fibers according to the invention ef- 
fectively decouples the polymer coating from the light 
guiding region, thereby substantially removing the pol- 
ymer coating as a source of temperature dependence 
of the long-period grating. 
25 [0034] The core and inner cladding of a silica-based 
fiber according to the invention can be formed in con- 
ventional fashion, for instance, by MCVD. The core 
glass typically is deposited directly on the inside of the 
inner cladding tube, and the resulting preform is col- 
30 lapsed into a solid rod in conventional fashion. The core 
material generally comprises Ge to yield the desired re- 
fractive index profile. For cladding pumped fibers ac- 
cording to the invention the core also comprises one or 
more rare earth dopants, e.g., Er and/or Yb. The inner 
35 cladding typically is undoped or down-doped silica. 
[0035] After completion of the core/inner cladding pre- 
form, the structure is completed in any convenient man- 
ner. This generally involves provision of one or more 
support structures that maintain the second outer clad- 
40 ding region in fixed relation to the core/inner cladding 
region. Exemplarily this is accomplished by attaching 
one or more silica capillary tubes to the periphery of a 
core/inner cladding preform, and overcladding the as- 
sembly with a silica tube. The capillary tubes typically 
45 are closed off at their ends and are attached to the pre- 
form by melting their ends to the preform. 
[0036] FIG. 2 schematically shows an exemplary as- 
sembly before fiber drawing, with numeral 14 referring 
to the overcladding tube which will become the second 
so outer cladding, and numerals 21 referring to the silica 
capillary tubes which will form the support structure (the 
"webs"). An optional polymer coating is not shown. 
[0037] It will be appreciated that tubes 21 can be 
spaced apart or contacting. Spacers could be inserted 
55 in place of a select number of tubes to control the 
number and thickness of webs formed. It will also be 
appreciated that the interstitial spaces 22 can either be 
open to the atmosphere or be sealed off. Typically the 
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interstitial spaces are left unsealed if the capillary tubes 
touch one another, and are sealed off if the capillary 
tubes are spaced apart. After these preparations are 

- completed, fiber is drawn from the preform, preferably 

at relatively low temperature to minimize the necking re- s 
gion between the web and the cladding. 

- [0038] Regions that are closed to the atmosphere in- 
itially generally collapse in the hot furnace due to surface 
tension. As more fiber is drawn from the preform, the 
volume in the closed regions decreases until the internal io 
pressure is high enough to overcome the surface ten- 
sion and capillary force. At this point, these regions gen- 
erally open up. The pressure in these sealed off regions 

is self-regulating such that the cross sectional area of 
the glass to the area of the closed regions typically is is 
conserved as the fiber is drawn to any diameter. On the 
other hand, regions that are open to the atmosphere col- 
lapse during fiber drawing because they do not build up 
pressure to counteract the surface tension. These prin- 
ciples can be applied to manufacture fiber having the 20 
desired support structures. 

[0039] FIG. 3 schematically shows in cross section 
fiber according to the invention wherein the silica capil- 
lary tubes were closely spaced, spacers were not used 
and the interstitial spaces were not sealed off. Numerals 25 
31 and 32 refer to the air spaces and support structures, 
respectively. An optional polymer coating is not shown. 
[0040] FIG. 4 schematically shows in cross section 
fiber according to the invention substantially as in FIG. 
3, but with the interstitial spaces sealed off. Numerals 30 
41-43 refer to the support structures, air spaces from 
the capillary tubes and air spaces from the interstitial 
spaces, respectively. 

[0041] FIG. 5 schematically shows in cross section 
fiber according to the invention wherein spacers were 35 
used to permit spacing apart of the capillary tubes that 
provide the support structures. The capillary tubes and 
spaces between the capillary tubes were sealed off. 
[0042] As the fiber is being drawn from the preform, it 
typically is provided with a polymer protective coating. 40 
This is conventional and does not require further discus- 
sion. 

[0043] Fiber according to the invention can directly re- 
place prior art dual clad fiber in cladding pumped lasers 
or amplifiers, and use of fiber according to the invention 45 
in all situations in which prior art dual clad fiber was used 
is contemplated. As discussed above, fiber according to 
the invention can have more pump light coupled into the 
fiber than was possible with analogous prior art dual clad 
fibers. Fiber according to the invention can be made to so 
have an inner cladding surface that is non-circular, 
thereby enhancing mode mixing. 
[0044] Fiber according to the invention also can ad- 
vantageously replace prior art long period optical fiber 
gratings, and use of fiber according to the invention in ss 
all situations in which prior art long period gratings was 
used is contemplated. As was discussed above, long 
period gratings in air clad fiber according to the invention 



can have substantially lower temperature dependence 
than prior art long period gratings, and be stable upon 
re-coating. 

[0045] FIG. 6 is a scale representation of a scanning 
electron micrograph of a fiber according to the invention 
in cross section. The air clad and the webs that secure 
the second outer cladding region with respect to the 
core/inner cladding region are clearly visible. The fiber 
did not have a polymer coating. 
[0046] FIG. 9 schematically shows an exemplary ar- 
ticle according to the invention, namely, a cladding 
pumped fiber laser. Pump source 91 emits pump radia- 
tion 92, which is coupled into the core/inner cladding re- 
gion of fiber 94 by conventional optics 93. The multi- 
mode pump radiation excites dopant atoms in the core 
of the fiber, resulting in stimulated emission of laser ra- 
diation 97. Features 95 and 96 are conventional fiber 
Bragg gratings that define the optical cavity of the laser. 
Laser radiation 97 is available for utilization. 

Example 

[0047] A core/inner clad preform was made by depo- 
sition (by MCVD) of silica doped with 1 mole % Ge, 0.5 
mole % Yb, 4 mole % P and 6 mole % Al onto the inside 
of a silica tube (outside diameter 20 mm, inside diameter 
14.7 mm). The preform was collapsed into a solid rod 
having 1.72 mm core diameter (the core had An of 
0.0048) and 1 3.45 mm outer diameter. The preform was 
overcladded to an outside diameter of 21 . 1 mm using a 
19 x 25 mm silica tube. The preform was stretched to 
11.9 mm outside diameter and surrounded by 16 silica 
capillary tubes (0.508 mm by 0.718 mm) which were 
spaced two tube diameters apart. The individual capil- 
lary tubes were sealed off at their ends and attached to 
the preform rod by melting their ends to the preform. 
This assembly was then inserted into a 19 mm by 25 
mm silica overclad tube. One end of the assembly was 
heated sufficiently to cause the overclad tube to be 
joined to the core rod, forming a sealed end. Fiber was 
then drawn from the end opposite the sealed end, caus- 
ing the gaps between the capillary tubes to become non- 
connecting closed cavities. Draw temperature was 
1990°C, and draw speed was 0.3 m/s to obtain a fiber 
diameter of 1 25 urn A conventional UV-curable polymer 
was applied in conventional fashion. The resulting fiber 
had a core diameter of 5.8 jim, an inner cladding diam- 
eter of 71 um, with the first outer cladding layer having 
a thickness of 2.7 urn and a web thickness of 0.63 um 
The fiber had a cutoff wavelength of 900 nm. 



Claims 

1. An article comprising a silica-based optical fiber 
(10), the fiber comprising a core (1 1 ) that is contact- 
ingly surrounded by an inner cladding (12) having 
a refractive index n t -cn^ where n c is the effective 
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refractive index of the core, the inner cladding sur- 
rounded by an outer cladding; 

CHARACTERIZED IN THAT the outer cladding 
comprises a first outer cladding region (1 3) be- 
tween the inner cladding and a second outer 
cladding region (14), with the core, inner clad- 
ding, first outer cladding region and second out- 
er cladding region comprising preform-derived 
glass; 

the first outer cladding region is selected such 
that an effective refractive index of the first out- 
er cladding region n ol is less than 1 .35; and the 
first outer cladding region is further selected 
such that optical characteristics of the optical 
fiber are essentially independent of the second 
outer cladding region. 

Article according to claim 1 , wherein the first outer 
cladding region comprises elongate features that 
extend in a fiber axial direction, with a web material 
joining the inner cladding to the second outer clad- 
ding. 

Article according to claim 2, wherein the elongate 
features are air-filled. 



diation source, a length of said silica-based optical 
fiber with fiber Bragg gratings forming an optical 
cavity, and a coupler for coupling the pump radiation 
into the silica-based fiber. 
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4. Article according to claim 2, wherein the fiber is a 
single mode fiber at a wavelength X^, with the core 
comprising at least one member of the group con- 
sisting of Ge, P, Sn and B. 

5. Article according to claim 2 wherein the core further 
comprises at least one member of the group con- 
sisting of Er, Yb, Nd, Ho, Dy and Tm, wherein the 
optical fiber is a cladding-pumped optical fiber. 

6. Article according to claim 4, wherein the effective 
refractive index of the core has spaced apart varia- 
tions that form a long period grating at the wave- 
length X^. 

7. Article according to claim 2, wherein the inner clad- 
ding and the second outer cladding consist sub- 
stantially of silica. 

8. Article according to claim 7, wherein the web mate- 
rial has refractive index less than or equal to n c , 
where n c is the refractive index of silica. 

9. Article according to claim 2, wherein the core com- 
prises Ge, and further comprises Er and Yb. 

10. Article according to claim 2, wherein r^, is less than 
or equal to 1 .25. 

11. Article according to claim 2, wherein the article is a 
cladding pumped fiber laser comprising a pump ra- 
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(54) Silica-based optical fiber comprising low refractive index intermediate cladding 



(57) Optical fiber (10) according to the invention 
comprises a core (11), with an inner cladding (12) sur- 
rounding the core, and an outer cladding surrounding 
the inner one. The fiber comprises preform-derived 
glass. The outer cladding comprises a first outer clad- 
ding region (41,42,43) between the inner cladding re- 
gion and a second outer cladding region (14). The first 
outer cladding region is selected to have an effective 
refractive index less than 1 .35, and such that the optical 
characteristics of the optical fiber are essentially inde- 



pendent of the second outer cladding, and/or such that 
the fiber is re-coat insensitive. The first outer cladding 
typically comprises elongate features (42 : 43) extending 
in the fiber axial direction, with a web material (41 ) join- 
ing the inner cladding to the second outer cladding. The 
elongate features are filled with a low-index material, ex- 
emplarily air, but could of course be evacuated. Fibers 
according to the invention have many uses, e.g., clad- 
ding-pumped optical fiber or fiber with a long period grat- 
ing. 




X3CIO <EP 0905834A3_I_> 



EP 0 905 834 A3 



European Patent 
Office 



EUROPEAN SEARCH REPORT 



Application Number 

EP 98 30 7020 



Category 



D.A 



DOCUMENTS CONSIDERED TO BE RELEVANT 



Citation ol document with indication, where appropriate. 
of refevant pas s ages 



EP 0 776 074 A (AT & T CORP) 28 May 1997 
* column 3, line 39 - column 8, line 22; 
figures 1,5 * 



US 3 902 379 A (SIEGMUND WALTER P) 
2 September 1975 

+ column 2, line 23 - column 4, line 
figure 4 * 



50; 



RISHENG YANG ET AL: "Dispersion 
flattening of triple-clad fibres with 
intermediate cladding of depressed Index" 
ARCHIV FUR ELEKTRONIK UND 
UEBERTRAGUNGSTECHNIK , SEPT. -OCT. 1988, 
WEST GERMANY, 

vol. 42, no. 5, pages 316-318. 

XP002092376 

ISSN 0001-1096 

* the whole document * 

KNIGHT J C ET AL: "ALL-SILICA SINGLE-MODE 
OPTICAL FIBER WITH PHOTONIC CRYSTAL 
CLADDING" 
OPTICS LETTERS , 

vol. 21, no. 19, 1 October 1996, pages 
1547-1549, XP000630414 

* the whole document * 



Relevant 
to claim 



1-11 



1-3 



CLASSIFICATION OF THE 
APPLICATION <tnt.CL6) 



H01S3/06 

G02B6/22 



1-3 



The present search report has been drawn up tor all claims 



TECHNICAL FIELDS 
SEARCHED (lntCt.6) 



H01S 

G02B 



MUNICH 



Oat» ot comptatwn ot tha «o«teh 

5 February 1999 



CATEGORY OF CITED DOCUMENTS 

X : parties arty relevant tf taken alone 

Y : particularly relevant S combined with another 

document of the same category 
A : technological background 
O : norMtfrtttan disclosure 
P : intermediate document 



Bxarnrm 

Lerblnger, K 



T . theory or principle underlying the Invention 
E : earfier patent document, bit published on, or 

after the filing date 
O : document cited in the epptcafion 
L - document cited for other reasons 



4 : member of the same patent tajT^.corr^ondtng 
document 



ID: <EP 0305834A3J_> 



2 



EP 0 905 834 A3 



ANNEX TO THE EUROPEAN SEARCH REPORT 
ON EUROPEAN PATENT APPLICATION NO. 



EP 98 30 7020 



This annex lists the patent family members relating to the patent documents cited in the above-mentioned European search report 
The members are as contained in the European Patent Office EDP file on 

The European Patent Of? tee is in no way tiabte to* these particulars which are merely gven tor the purpose ol information. 

05-02-1999 



Patent document 
cited in search report 



EP 0776074 
US 3902879 



A 
A 



Publication 
date 


Patent family 
members) 


Publication 
date 


28-05-1997 


JP 


9194225 


A 


29-07-1997 


02-09-1975 


US 


3920312 


A 


18-11-1975 




BE 


804081 


A 


17-12-1973 




CA 


983747 


A 


17-02-1976 




0E 


2335142 


A 


14-03-1974 




FR 


2198159 


A 


29-03-1974 




GB 


1394535 


A 


21-05-1975 




OP 


1067053 


C 


30-09-1981 




OP 


49060746 


A 


12-06-1974 




OP 


56006522 


B 


12-02-1981 




NL 


7310337 


A 


04-03-1974 




2 

w For more details about this annex : see Official Journal of the European Patent Office. Mo. 12/82 



X3CID: <EP 0905S34A3_I_> 



